
USE OP POLVOXVPROPVLENE/PO.VOXVETHVLENE TERPEWE COMPO.NOS 
AS DECREASING AGENTS FOR HARD SURFACES 

The present invention relates to the use of f^rr^^^o 

use of terpens compounds compnsing oxypropylene 

and oxyethylene unks as agents for degreasmg/cleaning hard surface, 

5/ canmg nard surfaces, more particularly metal 

5 surfaces. 

The n=,a Of c,ea„i„^.e^.asi„, ™e,a, surfaces ^r.^ 
pa«lcu,a, as .^a,^ .He .e^a=i„, p„„. of .He .„.p„.,io„ „^ 
capac., ,. sHouM a,so be no.e. .Ha. sueH .esu,.. a,e usuaU, .e.a„ae<. even cHou^ .He se„.e 
co„d,.i„„. are very <,if„cu,.. Spray ™e.Ho<,s encourage .He appea^^ce of foa. Hecate .He 
3 treatment hquor is applied under pressure. 

The compound. currenUy used in .His fle.d are .aWy e.hoxy,a.ed a,Mphe„o,s. Such 
compounds have HigHly sa..fac.o.y in«nsic degreas.ng properties. However, U.ey suffer fio. a 
suhs.an.ia, disadvan.,e. na.e,y encoura^ng foa. formation. This undesi.H,e phenomenon 
for d.is app,ica,ion is .educed by adding an an.ifoan,i„g agen. sucH as a linear a,koxy,a.ed 

a.C0H0,. However, *e p.se„ce of .ype of compound reduces «,e degreasing ac.ivi.y of ,He 

eU,oxy,a.ed aiMpheno, in a .a^er .ha. is no. negHgihie and n,ay He suHsUn.,a,. ,. is „„. 

poss.H,e .0 compensate for *e ,oss of ac.ivi.y by adding sufficien. addi.iona. alky.pheno, .0 

recover the initial level of activity. 

In.en,a.io„a, paten. app,ica.ion WO-A-96/0.245 descHbes a.koxy,a.ed .erpenc 
compound. p.esen.ed as good degreasing agen.s tt,a. do no. g„a.,y encourage foan, fonna,.on 
The compounds of «,e examples are denva.,ves of nopo, or arbano. .ype .etpene compounds 
and con.ain 0 .0 2 oxypropylene ™„ie.ies and 3.3 .0 ,0.3 oxye.hyle„e n,oie.ies. 

Such compounds, .He importance of wH.cH is no. ,ues.ioned here, do no. produce good 
resuUs, however, in the very particular appHcation of tt^ating ha., surfaces, in particular me.a, 
surfaces. They do no. simultaneously satisfy .he two cn.eria required in .his f,e,d, namely a High 
degreasing ac.ivi.y and anUfoaming ac.ion. This means .Ha. the amount of compound in .He 



fomiulatioii must be increased and/or an antifoaming agent has to be added, with known 
disadvantages. It is also stated that despite the addition of large quantities of such compounds, 
the degreasing levels achieved are at most equivalent to those of ethoxylated alkylphenols. 

As can be seen, compounds with a very high degreasing capacity, which do not cause the 
appearance of a large amount of foam, must be available. The use of such compounds would 
have the double advantage of not making the use of large quantities of this compound necessary, 
and not requiring the addition of supplemental compounds such as antifoaming agents. 

The aim of the present invention is to propose the use of a particular terpene compound 
that satisfies the double criteria cited above, in application to the cleaning/degreasing of hard 
surfaces, in particular metal surfaces, at low concentrations. 

The present invention concerns the use, in cleaning/degreasing hard surfaces, of at least 
one compound employed in a concentration in the range 0.01 to 10 g/1 during use of said 
compound, having the following formula: 

Z-X-[CH(R')-CH(R')-0]„-[CH2CH2-0]p-R' 
in which formula: 

o Z represents a bicyclo[a,b,c]heptenyl or bicyclo[a,b,c]heptyl radical, where: 
a + b + c = 5 
a = 2, 3 or 4; 
b = 2or 1; 
c = Oor 1; 

said radical optionally being substituted by at least one Ci-Ce alkyl radical and 
comprising a backbone Z selected from those indicated below, or the corresponding 
backbones minus the double bond: 




X represents -CH2-C(R')(r2)-0. or-0-CH(R'')-CH(R'2)-0-, in which: 

° R'. R^ R'' and R'^, which may be identical or different, represent hydrogen or 

a linear, branched or cyclic, saturated or unsaturated €,-€22 hydrocarbon 

radical, preferably d-C^; 

o R^ and R^ which may be identical or different, represent hydrogen or a linear. 

branched or cyclic, saturated or unsaturated C,-C22 hydrocarbon radical, 

provided that at least one of radicals R^ or R^ is other than hydrogen; 
o R' represents hydrogen, linear, branched or cyclic, saturated or unsaturated, 

aromatic or non aromatic C,-C22 hydrocarbon radical., which may be 

substituted, or a group selected from the following: 
-SO3M 

-OP03(M)2 
-(CH2)r-COOM 

-(CH2)z-S03M 



in which formulae: 

o M represents hydrogen, an alkali metal or an ammonium 
function N(R)4'", in which R, which may or may not be 
identical, represents hydrogen or a linear, branched or cyclic, 
saturated or unsaturated C1-C22 hydrocarbon radical,, which 
may be hydroxylated; 
o r is in the range 1 to 6; 
o z is in the range 1 to 6; 
o n is a whole or fractional number in the range 3 to 5 inclusive; 
o p is a whole or fractional number in the range 6 to 10, limits excluded. 
Further advantages and characteristics of the present invention will become more clear 
from the following description and examples. 

Firstly, the compounds employed in the present invention will be described. 
A first type of compound is defined by formula (I), in which X is equal to 
-CH2-C(R')(R^)-0-. 

This compound, hereinafter termed (la), corresponds to the following formula: 
Z-CH2-C(R')(R2)-0-[CH(R^)-CH(R*)-0]„-[CH2CH2-0]p-R^ 
in which Z, R', R^, R-*, R'', R^, n and p have the meanings given above. 
In one preferred implementation of the invention, radical Z is selected from radicals with 
formulas c) to g). 

It should be noted that radical Z is more particularly attached to the remainder of the 
chain via one of carbon atoms 1 to 6; carbon atoms 1, 5 and 6 are preferred. 

Further, radical Z can be substituted on at least one of its carbon atoms by two Ci-Ce 
alkyl radicals, preferably two methyl radicals. 

More particularly, the 7 carbon is substituted by these two alkyl radicals, more precisely 
two methyl radicals. 
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One preferred compound of the invention is, therefore, constituted by a compound in 
which radical Z corresponds to one of those appearing in figures c) to g), and more preferably 
radicals d) and e); radical Z being substituted by two methyl radicals located on the 7 carbon. 

In a more advantageous implementation of the invention, radical Z corresponds to 
formulas d) or e), bonded to the remainder of the chain via the 5 or 1 carbon, and carrying two 
methyl substituents on the 7 carbon. 

Preferably, R'. R^, which may or may not be identical, represent a hydrogen or a methyl 
radical. Preferably, R', R^ represent a hydrogen atom. 

As indicated above, radicals R' and R^ which may be identical or different, represent 
hydrogen or a linear, branched or cyclic, saturated or unsaturated CrC22 hydrocarbon radical, 
: 5 provided that at least one of radicals R^ or R" is other than hydrogen 

m 

jj More precisely, said radicals represent hydrogen or a C-Ce alkyl radical, preferably the 

methyl radical or the ethyl radical, provided that at least one of these two radicals is other than 
hydrogen. Preferably, one of the radicals represents hydrogen, and the other represents a methyl 
:;,35 radical. 

R represents hydrogen, a Imear, branched or cyclic, saturated or unsaturated, aromatic or 
non aromatic C1-C22 hydrocarbon radical, which may be substituted, or a group selected from the 
following: -SO3M, -OP03(M)2, -(CH2X-COOM, -(CHzVSOjM, in which formulae: 

o M represents hydrogen, an alkali metal or an ammonium function N(R)4'", in which R, 
"^^^^^ "*ay or may not be identical, represents hydrogen or a linear, branched or 
cyclic, saturated or unsaturated C1-C22 hydrocarbon radical,, which may be 
hydroxylated; 
o r is in the range 1 to 6; 
o z is in the range 1 to 6. 
25 When R^ is a hydrocarbon radical, this latter is more particularly a d-Ce alkyl radical or 

an alkylphenyl radical, optionally substituted by a halogen (for example chlorine). 
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Preferably, is a hydrogen atom. 

Finally, n is a whole or fractional number in the rana. i . < • ■ • 

moer m the range 3 to 5 mclusive and p is a whole or 

fractional number in the range 6 to 10, limits excluded. 

In a nrst particular implementation of the present mvention, the value of n is 3 
Further, the value of p is more pan.ularly in the range 6.2 to 7, limits included 
Preferably, p is in the range 6.3 to 7, limits included. 

In a second particular .mplementation of the invention, n is in the ^ge 4 to 5, limits 
included. 

FurthcMhe value of p is preferably in ,he ™ge 7 inclusive .o ,0 exclusive, preferably in 
jJO the range 8 inclusive to 1 0 exclusive. 

A second type of compounds is deflned by fonnula (I) in which X represents 
-0-CH(R-').CH(R'=)-0-. 

11.US. fl.is conrpound. hereinafter .enned compound (lb), corresponds ,o Ure following 

Q formula: 

I'ri 

M|5 ^-0-CH(R")-CH(R'^)-0-[CH(RVCH(RV0]„-[CH.CH.-0]p.R^ 

V in which formula Z, R-'. r3. r. R=. n and p have .he meanings given above. 

In one preferred implementation of the mvention, radical Z corresponds ,o radical c), the 
bicyclic compound containing no double bond. 

Here again, i, should be noted mat radical Z is more particularly attached to me 
remainder of me chain via one of carbon atoms , to 6; carbon atoms 1, 3. 4 or 6 are preferred. 

Further, radical Z can b. substituted on a. leas, one of its carbon atoms by two C,-Q 
alkyl radicals, preferably two methyl radicals. 

More panicularly. me 7 carbon is substituted by these two alKyl radicals, more precisely 
two methyl radicals. 

Further, carbon atoms 2 or 5 of radical Z carry a C,-Q substituent, preferably a memyl 

radical. 
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More particularly, and as mentioned above, radicals R'" and R'^ which may be identical 
or different, represent hydrogen or a linear, branched or cyclic, saturated or unsaturated €,-€22 
hydrocarbon radical, provided that one of the two is other than hydrogen. 

In a particular implementation of the invention, said radicals represent hydrogen or a C,- 
5 Ca alkyl radical, preferably the methyl radical. 

The foregoing regarding radicals r\ R* and R^ and the values of n and p and the 
preferred variations concerning these values also apply in this case and will not be repeated. 

One particularly advantageous implementation of the invention is constituted by the use 
of compounds of type (la) described above. 
i'ftO The compounds of the invention can be prepared by reacting: 

; 0 To obtain compounds (la), a reactant with formula (Ila): 



m Ri 

/ 

Q Z-CH2-C-OH 

m \ 

h>h R2 

m 

i'"M or to obtain compound (lb), a reactant with formula (lib): 

III 

R'1 R'2 

\ / 
Z-O-CH-CH-OH 

with firstly, a reactant with formula (IIIop): 



R3-HC-CH-R^ 
V 
O 

then, secondly, with a reactant with formula (Illoe) 

H2C-CH2 
V 



radicals Z, R', and R'* having been defined above. 
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The reaction can be carried out in the presence of a catalyst. 

Suitable catalysts that can be cited are strong bases such as alkali metal or alkaline-earth 
metal hydroxides or quaternary ammonium hydroxides of the N(R)4^ type in which R, which 
may or may not be identical, represents hydrogen or a C.-Ce alkyl radical, preferably methyl or 
ethyl. Sodium, potassium and tetramethylammonium hydroxides are suitable for carrying out 
this reaction. 

It is also possible to use catalysts selected from alkali metal or alkaline-earth metal 
alkoxides, such as sodium or potassium methylate, ethylate or teriobutylate. It should be noted 
that it is also possible to use primary, secondary or tertiary amines as the catalyst, preferably 
aliphatic amines, such amines possibly comprising other functions such as ether functions. An 
example of a catalyst of this type that can be cited is N,N-dimethyllaurylamine. 

In the case of a basic catalyst, the quantity is more particularly in the range 0.5 to 40 mg 
with respect to the final product weight. 

It is possible to carry out this reaction in the presence of a Lewis acid such as BF3 

J'l 

,'ii5 (gaseous or in solution in an ether), SnCU, or SbCls 

u 

More particularly, the quantity of acid catalyst is in the range 0.1 to 10 mmoles per mole 
of reactant (Ila) or (lib). 

Contact is carried out at a temperature that is sufficient for the reaction to occur. By way 
of indication, the temperature is more than 100»C, more particularly in the range 120"C to 250°C, 
20 and preferably in the range 1 50°C to 200°C. 

Advantageously, the reaction is carried out in an atmosphere that is inert under the 
reaction conditions, such as nitrogen, or a rare gas such as argon, or carbon monoxide. Nitrogen 
is preferred. 

The reaction can be carried out at atmospheric pressure, under reduced pressure or under 
25 a slight over pressure. Normally, the pressure is in the range 1 to 4 bars. 
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The preparation of reactants (Ila) and (lib) has been described in WO-A-96/01245, 
reference to which should be made. 

The quantities of compounds (IIIop) and (Illoe) are calculated as a function of the 
characteristics of formula (I), more particularly the desired values of n and p. These two 
compounds are introduced in succession, to obtain a block compound with formula (I). 

At the end of the reaction, the reaction mixture is preferably neutralised to obtain a pH in 
the range 5 to 8, preferably 6 to 7. 

Neutralisation is carried out using acetic acid, a hydroxide, sodium carbon or bicarbonate, 
depending on the nature of the catalyst used in the reaction. 

At the end of this reaction, compound (I) is such that radical is hydrogen. 

It is possible to carry out a functionalisation step of said radical, i.e., a step aimed at 
transforming the terminal hydrogen into another radical as defined above. An etherification 
or esterification operation can be carried out on the terminal hydrogen; this step is well known 
per se; it is preferably carried out after neutralisation. 

The following can be prepared: 

o ether sulphates (R^ = -SO3M), as described in British patent GB-A-1 111 208 or 

United States patent US-A-3 392 185; 
o ether phosphates (R^ = -OP03(M)2), as described in US-A-3 33 1 896; 
o ether carboxylates (R^ = -(CH2)-COOM), as described in US-A-2 623 900 or 

US-A-2 983 738; 

o ether sulphonates (R^ = -(CH2)2-S03M), as described in US-A-2 1 15 192, 

US-A-4 978 780 or K. SUGA, Austr. J. Chem., 21, 2333 (1968) 
o alkyl ethers (R^ = hydrocarbon radical) as described in US-A-2 913 416. 
Further details regarding functionalisation modes are described in WO-A-96/01245. 
The compounds of the invention are thus used as a degreasing agent for hard surfaces and 
more particularly for metal surfaces. 



The compounds of the invention can be used in the m.. . , 

used m the metal treatment industry, and also in 
any application in which such surfaces are degreased ....h . 

clegreased, such as degreasing oil wells or oil 

production platforms. 

a quanh.y in ,he range 0.01 ,o 10 g/l. a, ,h= toe of use. 

MO. panieula... .Hen ,e,eas.n, .e.a, pla.e. o. sHee., .e con,pou„<, co„ce„,™ion . 
in the range 0.01 to 5 g/1 during use. 

m .he on produclon ne,.., „„„ p.^,,^,, 

^3 in .He range 0.01 ,„ .0 g.1 a. .e toe or.e oroo.po^as use. In aceo.anee 
with the invention. 

With more particular regard to well rle5.ni„„ 

g well cleaning, the compound of the invention is used in a 

concentration that is preferably in the range 0.01 to 5 g/1. 

The aqueous degreasing or detergent media containing the compounds of the invention 
are preferably used at a temperature that is at least of the order of their cloud point 

The degreasing formulations for metal plates or sheets in an allcaline medium comprise 
addition to the compound of the invention, an allcaline lye comprising at least one of the 
following compounds: 

« a. leas, one pH con.™, age„. .„eh as a hydroxide. carbona.e. ses,uicarhona,e, or 
alkal, metal or alkaline-earlh me.al bicarbonate; 

» a. leas, one polyphosphate such as a tripolyphospha... pyrophosphate, orthophosp.ate 
or hexan^etaphosphate of an al.ah „e,al, alkaline-eanh metal. N(R.^, ,ype 
amntoniun, where R represents hydrogen, a C,-C, alM radical that may op.ionally 
contain an oxygen atom,; 

» at least one alkali meta, silicate such as alkali meta, metasi,ica,es. anhyd.us or 
Otherwise, or mixtures thereof 



The concentration of alkaline lye during use is in the range 1 to 100 g/1, more particularly 
in the range 5 to 20 g/1. 

The formulations can also comprise: 

o at least one hydrotropic electrolyte such as benzenesulphonates, mono- or di-alkyl 
(C,-C4) benzene sulphonates, toluene-, xylene- or cumene-sulphonates, alcohols or 
glycols; 

o at least one sequestrating agent such as nitriloacetic acid, ethylenediamine tetraacetic 
acid, ethylenediamine tetramethylphosphonic acid, nitrilotrimethylene phosphonic 
acid or salts thereof; 

o buffer agents such as alkanolamines, ethylenediamine; 
o metal corrosion inhibitors. 

The concentrations of these compounds can lie within the normal ranges for this field. 
However, by way of illustration, the amount of each of the compounds is from 0 to 1.5 g/1 at the 
time of use. 

In addition to the compound of the invention, aqueous compositions used to degrease oil 
platforms can comprise,: 

o at least one hydrotropic electrolyte such as benzenesulphonates, mono- or di-alkyl 
(Crc4) benzene sulphonates, toluene-, xylene- or cumene-sulphonates, alcohols and 
glycols; 

o at least one pH control agent such as alkali metal carbonates, sesquicarbonates or 
bicarbonates; 

o additives such as enzymes, metal corrosion inhibitors. 

Here again, the concentrations of these compounds are within the normal range for the 
field. However, an illustrative concentration for each of the compounds is from 0 to 1.5 g/1 at the 
time of use. 



In addition to the compound of the invention, aqueous media employed to clean oil wells 
can comprise: 

o at least one pH adjusting agent such as alkali metal carbonates, sesquicarbonates or 

bicarbonates, or alkali metal or alkaline-earth metal hydroxides; 
o additives such as enzymes in an amount of up to 5% of the total aqueous composition 
weight, or metal corrosion inhibiting agents; 

o if necessary, weighting agents to maintain a satisfactory hydrostatic pressure in the 
well. 

Examples of such compounds that can be cited are soluble or at least partially soluble 
salts such as alkali metal or alkaline-earth metal halides. It is also possible to use 
alkali or alkaline-earth metal sulphates, carbonates, bicarbonates, silicates, or 
phosphates, used alone or as a mixture. It is also possible to use organic acid salts 
% s^ch alkali metal or alkaline-earth metal formates or acetates. 

| Although not preferred, it is possible to use insoluble salts such as alkaline-earth 

m 

"leta' sulphates, silicates or carbonates; or alkaline-earth metal or zinc bromides; 

11,1 

o hydrocolloids such as polysaccharides of plant origin, such as polygalactomannanes, 
cellulose, starches and their derivatives; or polysaccharides of bacterial origin such as 
xanthan gum or deacetylated derivatives. 
Although not preferred, the scope of the invention encompasses adding surfactants 
20 (anionic, cationic, zwitterionic, amphoteric), preferably low foaming surfactants, and other 
additives to the formulations described above. 

Non-limiting examples illustrating the invention will now be given. 

EXAMPLE 1 

This example concerns the synthesis of 6,6-dimethylbicyclo[3.1.1]hept-2-ene-2-ethanol 
25 containing differing numbers of oxypropylene (OP) units and oxyethylene (OE) units. 



13 



6,6-dimethylbicyclo[3.1.1]hept-2-ene-2-ethanol comprising x oxypropylene (OP) units 
and y oxyethylene (OE) units was synthesised as follows: 

the 6,6-dimethylbicycIo[3.1. l]hept-2-ene-2-ethanoI (nopol) used is sold by Fluka. 

The nopol (6 moles) and an aqueous potassium hydroxide solution (50%, 3.1 g) were 
introduced into a 5 litre ethoxylation reactor. 

The reaction medium was dehydrated at 120»C in a stream of nitrogen. 

It was then heated to 170°C and propylene oxide (x molar equivalents) was introduced. 
Once the propylene oxide had been introduced, ethylene oxide was added (y molar equivalents). 

The reaction medium was then cooled and neutralised by adding acetic acid to a pH of 7. 
The liquid obtained was filtered through absorbent clay (Clarcel DIG). 

Table of compounds synthesised using the method described above: 



Compounds 


Number of OP (x) 


Number of OE (\) 


Invention 


1 


3 


6.3 


2 


3 


7 


3 


3 


7.5 


4 


4 


7 


5 


4 


8 


6 


5 


7 


7 


5 


8 


Comparative 


8 


3 


6 


9 


3 


10 


10 


2 


5 



EXAMPLE 2 

This example compares the degreasing properties of compounds I and 3 of the invention 
and comparative compounds 10, 11 and 12, and those obtained with defoamed Igepal NPIO. 
o Greasing 

Pre-degreased "Q-Panel" Stock n° R-36 type "Dull matt finish" 0.8 x 76 x 152 mm steel 
plates were immersed for 2 minutes in a whole lubricating oil formulated for rolling steel sheets 
for automobiles, sold by Quaker Chemicals as QUAKER 6130 N, then suspended for 24 hours to 
drain. 
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<^ Cleaning and rinsing 

The greased plates were introduced into a CIEMME LARO 350 degreasing spray 
machine. The degreasing temperature was 45°C and the pressure was 2 bars. 

Before recording the degreasing quality, each face of the plates was rinsed for 5 seconds 
in a stream of water flowing at 2 ml/min. 

^ Degreasing medium 

A basic degreasing medium (pH 12-13) was prepared by diluting 20 g/1 of an aqueous lye 
containing 45% by weight of active substance constituted by equal weights of potassium 
hydroxide, sodium metasihcate (SIMET GA5, granules of anydrous metasilicate and 
pentahydrated metasilicate sold by Rhodia Chimie) and tetrapotassium pyrophosphate and 
adding 1 g/1 of test compound. 

The results are shown in the table below: 



Compound 


Degreasing time (*) 


1 


30 seconds 


3 


30 seconds 


8 (comparative) 


45 seconds 


9 (comparative) 


55 seconds 


10 (comparative) 


> 2 minutes 


Defoamed Igepal (**) 


45 seconds 



(*) 

continuous film of water. 

(**) Defoamed Igepal is a mixture of Igepal CO-660 (nonylphenol 10 OE) and Miravon 
B12DF (50/50). 

Clearly, the product of the invention is more active than any of the agents employed for 
comparative purposes. 

EXAMPLE 3 

This example compares the degreasing properties of compounds 4 to 7 of the invention 
and those obtained with non-defoamed Igepal NPIO. 
o Greasing 
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An oil with trade name Pennzoil 80W-90 sold by Pennzoil Products Company (Houston, 
Texas) was applied to pre-degreased 0.8 x 24 x 101 mm steel plates using a brush to obtain an oil 
coating of about 0.015 g/cm' . They were then stored in air for 24 hours. 

The quantity of oil was measured by weighing the plate before and after application of 

the oil 

o Cleaning and rinsing 

The plate was immersed in one litre of degreasing medium, with magnetic stirring (100 
rpm) at 50°C for 10 minutes. 

Before reading the degreasing quality, each face of the plates was rinsed for 5 seconds in 
a stream of water flowing at 2 ml/min, then dried at 80°C. 

The efficacy of the operation was calculated by weighing the plate before and after 
treatment with the degreasing medium. 

o Degreasing medium 

A basic degreasing medium (pH 12-13) was prepared by diluting 20 g/1 of an aqueous lye 
containing 1.5 g/1 of tetrapotassium pyrophosphate and adding 1 g/1 of test compound. 
The results are shown in the table below: 



Compound 


% of oil removed 


4 


58 


5 


62 


6 


54 


7 


72 


Igepal (*) 


51 



Clearly, the product of the invention is more active than the agents used for comparative 
purposes. 

EXAMPLE 4 

This example compares the foaming properties of compounds obtained in Examples 1 to 
9, with those obtained with comparative compounds, namely defoamed Igepal and Igepal alone. 
Foam test: 
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A basic degreasing medium (pH 12-13) was prepared by diluting 20 g/1 of an aqueous lye 
containing 45% by weight of active substance constituted by equal weights of potassium 
hydroxide, sodium metasilicate (SIMET GAS, granules of anydrous metasilicate and 
pentahydrated metasilicate sold by Rhodia Chimie) and tetrapotassium pyrophosphate and 
adding 1 g/1 of test compound. 

The test was carried out at 50°C. 

The foam was obtained by stirring 900 g of solution using a turbomixer (40 mm turbine, 
speed 2000 rpm) for 5 minutes. 

The foam level was recorded for a sample after allowing to stand for 5 minutes. 
The results are shown in the table below: 



Compound 


Foam level 


1 


20 ml 


3 


70 ml 


4 


20 ml 


5 


50 ml 


6 


20 ml 


7 


30 ml 


Defoamed Igepal (*) 


70 ml 


Igepal alone (**) 


950 ml 



(*) Defoamed Igepal is a mixture of Igepal CO-660 (nonylphenol 10 OE) and Miravon 
B12DF (50/50). 

(*)Igepal: Igepal CO-660 ( nonylphenol 10 OE). 

The above table, in combination with the degreasing results from the preceding examples, 
show that only the compounds of the invention satisfy the double criterion of high degreasing 
power and a foaming level compatible with use in degreasing metal plates. 



